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current of air returns through the opening O in the direc-
tion of the arrows, the same air being used over and over
again. The degree of fineness of the separated material
is regulated by the speed at which the fan is made to re-
volve, and also by the partial closing of the opening O by

FIG. 31.
means of the damper C, which is raised and lowered by
the handle/actuating the arms h h> thus interrupting the
current of air.
Reverting now to methods of clinker reduction other than
the original millstones and the subsequent edge runner
types, the Griffin mill, of which an illustration is given in